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the  trapping  and  charge  compensation  procestfes  Involved  In  the  back  channel 
leakage  are  discussed. 
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Introduction 

The  fabrication  of  CMOS  circuits  using  SOS  technology  has  a number 
of  advantages  from  the  point  of  view  of  their  response  to  an  Ionizing  radia- 
tion environment.  The  presence  of  an  "inert"  substrate,  such  as  the  Al^O-j 

reduces  unwanted  circuit  capacitance  and  consequently  reduces  the  dynamic 
power  requirements  of  the  circuits  and  increases  device  speed.  The  inherent 
dielectric  isolation  provided  by  the  substrate  obviates  the  need  for  the 
device  isolation  zones  necessary  In  bulk  silicon  structures  and  therefore 
permits  higher  packing  densities  with  potentially  lower  device  costs.  In  the 
presence  of  a radiation  flux,  transient  photocurrents  are  reduced  and  the 
isolation  of  the  individual  devices  by  an  insulating  substrate  reduces  "latch 
up"  caused  by  parasitic  bipolar  transistors.  The  above  considerations 
suggest  that  CMOS/SOS  devices  might  be  well  suited  to  applications  where  radia- 
tion fluxes  could  be  encountered.  However,  one  problem  associated  with  this 
device  configuration  tends  to  negate  the  advantages  outlined  above. 

In  CMOS/SOS  structures  the  active  volumes  of  the  silicon  extend  to 
the  heterojuhction  with  the  Al^O-j.  Sapphire  is  a wide  band  gap  insulator  and 
when  exposed  to  ionizing  radiation(photons  of  10  eV  or  greater  energy)  electron/ 
hole  pairs  are  generated  and  trapping  of  these  carriers  may  occur  in  the  region 
of  the  heterojunction.  Under  the  influence  of  the  fringing  fields  from  the  CMOS 
device  an  imbalance  between  the  trapped  positive  and  negative  charge  is  created 
and  a net  positive  charge  accumulates  in  the  region  of  the  heterojunction.  This 
charge  has  the  effect  of  creating  an  n-channel  in  the  Silicon  at  the  silicon- 
sapphire  interface  and  consequently  the  leakage  current  associated  with  n-channel 
transistors  may  be  increased  by  several  orders  of  magnitude  due  to  this  "back 
channel"  leakage.  In  addition,  charge  stored  in  the  gate  oxide  of  the  device 
may  cause  a change  in  the  threshold  and  so  at  zero  gate  voltage  the  front  channel 
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of  the  transistor  may  also  contribute  to  the  leakage  current.  As  has  been 
pointed  out  by  Berkan^  these  combined  .currents  may  increase  the  source  to 
drain  leakage  in  the  "off"  condition  by  as  much  as  four  orders  of  magnitude. 

The  radiation  sensitivity  of  CMOS/SOS  structures  appears  to  be 

dependent  upon  the  conditions  under  which  they  are  fabricated  with  both  the 

silicon  deposition  step  and  subsequent  processing  stages  such  as  gate  oxide 

growth  being  important.  In  general,  lower  temperature  processing  conditions 

and  shorter  exposures  to  elevated  temperatures  seems  to  improve  device  radia- 

(21 

tion  resistance  provided  the  quality  of  the  structure  can  be  maintained'  " 

The  research,  summarized  below  has  been  directed  at  obtaining  an 
understanding  of  the  nature  and  stability  of  electronically  active  traps  in 
Al^O^,  their  relationship  to  the  back  channel  leakage  currents  following 
irradiation  and  the  possible  effects  of  device  processing  parameters  on  the 
trap  densities.  In  the  first  section  the  nature  of  trapping  centers  in  A1 ^0^ 
is  discussed.  In  Section  II  the  effect  of  possible  interactions  at  the  Si/Al^O^ 
interface  on  the  A^O^  structure  and  on  local  trapping  states  is  reviewed. 

Section  III  contains  an  account  of  experimental  measurements  made  on  both  M0S/S0S 
structures  and  bulk  A^O-j  in  an  attempt  to  understand  which  defect  centers  may 
play  a role  in  the  back  channel  leakage  process.  The  last  section  contains  a 
discussion  of  these  measurements  and  comments  on  the  expected  effects  of  proces- 
sing parameters  on  the  back  channel  leakage. 

I . Hole  and  Electron  Traps  in  A1?0.i 

Hole  traps  in  A^O^  have  received  extensive  experimental  attention  using 
ESR(3,4,5\  optical (5,6,7,8\  Thermoluminescence(6,7,9)  and  Thermally  Stimu- 
lated^8’^ current  techniques.  The  nature  of  the  physical  defects  in  the 
A1 2O-J  lattice  acting  as  the  trapping  sites  have  largely  been  postulated  on  the 
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basis  of  the  ESR  measurements.  In  general,  these  defects  contain  an  aluminum 

vacancy  and  the  trapped  holes  are  associated  with  changes  In  the  charge  state 

of  oxygen  Ions  adjacent  to  the  aluminum  vacancy  site.  Despite  the  largely 

Ionic  nature  of  the  bonding  In  Al^  it  Is  convenient  to  visualize  the  lattice 

as  being  constructed  from  "molecules"  of  A^Oj  as  indicated  in  Fig.  1.  The  two 

Al3+  Ions  lie  along  the  c-axis  of  the  crystal  and  the  triangle  of  oxygen  (2-) 

Ions  Is  at  their  midpoint.  Along  the  c-axis  "molecules"  of  this  type  are 

separated  by  a void  site  and  as  a result  of  the  pseudo-hexagonal  structure  of 

Al^Oj  each  molecule  along  the  axis  Is  rotated  by  60°  with  respect  to  Its 

3+ 

neighbors.  When  one  of  the  A1  Ions  of  this  "molecule"  is  missing, the  molecule 

2_ 

may  trap  holes  on  the  oxygen  Ion  sites  (Fig.  lb).  The  V -center  Involves  a 
single  hole  at  such  a location  and  the  V^enter  Is  the  same  defect  that  has 
trapped  two  holes.  Prior  to  trapping  holes  this  defect  has  a negative  effective 
charge  In  the  lattice  and  even  when  occupied  by  two  holes  would  still  be  expected 
to  be  a negatively  charged  center  or  perhaps  neutral. 

Hydroxyl  Impurities  can  be  Incorporated  Into  the  A^O-j  lattice  sub- 
stltutlonally  on  oxygen  Ion  sites  (Fig.  lb).  When  such  an  0H“  Ion  is  adjacent 
to  an  aluminum  vacancy  this  pair  of  point  defects  Is  still  able  to  capture  holes 
and  the  corresponding  defect  Is  known  as  the  V^-center.  Once  again  this  defect 
array  In  the  lattice  has  an  effective  negative  charge  even  when  occupied  by  a 
hole. 


The  optical  properties  and  thermal  stability  of  hole  defects  of  this 
type  have  been  extensively  studied.  All  of  these  hole  centers  are  associated 
with  optical  absorption  In  the  spectral  region  between  2.5  and  3.0  eV.  From 
optical  absorption  and  thermal  bleaching  experiments  Turner  and  Crawford^*^ 
concluded  that  the  Vj^-  center  can  be  thermally  bleached  at  circa  400K  and  that 
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the  thermo luminescence  that  accompanies  this  process  is  due  to  the  hole  being 

captured  by  a chromium  impurity  in  the  crystal  with  a corresponding  change 

in  valence  state;  (Cr^+  ♦ h ■*  Cr3+  + hv). 

The  two  hole  V-^center  may  also  be  thermally  bleached  and  Lee  and 

Crawford^)  indicate  that  such  bleaching  occurs  at  circa  370K  with  a V^-  de- 

2- 

feet  being  left  at  the  same  location.  This  V -center  Is  stable  thermally 
until  about  500K  at  which  temperature  the  second  hole  Is  released  from  the 
trap.  These  temperatures  are  too  low  to  modify  the  defect  structure  and  these 
defects  can  therefore  be  repopulated  by  subsequent  exposure  to  ionizing 
radiation. 

The  hole  centers  discussed  above  are  similar  to  those  that  exist  in 

(131 

MgOv  In  this  lattice  the  cation  vacancies  associated  with  the  hole  traps 

are  introduced  into  the  lattice  as  charge  compensators  for  ionic  impurities 
3-*-  4+ 

such  as  Al  , Si  etc.,  and  it  is  to  be  expected  that  a similar  process  would 

occur  in  Al^O^  to  compensate  aliovalent  cation  impurities.  The  calculations 

na) 

of  defect  formation  energies  in  Al^O^  by  Dienes  et  al.  ' would  indicate  that 

3+ 

compensation  of  excess  positive  charge  by  Al  vacancy  formation  would  be 
favored  over  charge  compensation  by  oxygen  interstitials  with  their  respective 
creation  energies,  calculated  on  a polarizable  point-ion  shell  model,  being  8.0 
and  10.2  eV.  It  has  been  found  in  MgO  that  as  the  concentration  of  aliovalent 
cations  Increases  the  number  of  holes  trapped  at  V-type  defects  in  the  lattice 
saturates  since  the  ionic  Impurities  can  change  their  valence  state  and  there- 
fore compete  with  the  cation  vacancy  defects  as  hole  traps.  Similar  behavior 
seems  to  occur  In  A^Oj  and  on  the  basis  of  EPR  and  thermal  conductivity  data 
Brown^5^  and  Abou-Ghantous , et  al.^6^  report  chromium  impurity  ions  in  Al^O^ 
with  both  a 4+  and  5+  charge.  Neutron  activation  analysis  measurements ^ 17 ^ on 
Unde  A1203  indicate  that  Cr,  Fe,  Na  and  Zn  are  all  present  in  concentrations 
greater  than  lug/gm. 


Lee  et  al.^  have  studied  the  sensitivity  of  substitutional  Cr^+ 

3+  5 137 

and  Fe  to  y irradiation.  After  an  exposure  to  about  2 x 10  R of  Cs 

3+ 

y rays  about  25%  of  the  Cr  ions  have  been  converted  to  either  the  2+  or  4+ 

3+ 

state  through  electron  or  hole  capture,  however,  the  Fe  defects  exhibited 

no  change  in  valence  state.  Thermal  bleaching  studies  showed  that  the  changed 

valence  state  of  the  Cr  ions  was  stable  until  about  550K  at  which  temperature 
3+ 

the  Cr  signal  Increased  and  a thermoluminescence  peak  was  observed. 

In  Al^Qg  that  has  been  exposed  to  particle  bombardment  (which  can  create 

oxygen  vacancies)  the  oxygen  vacancy  sites  can  also  act  as  electron  traps.  A 

vacancy  occupied  by  two  electrons  is  the  F-center  and  has  an  optical  absorption 

band  at  6.1  eV.  The  singly  occupied  vacancy  is  the  F+-center  and  Its  associated 

( 121 

optical  absorption  occurs  at  4.8  eV.  Lee  and  Crawford'  ' and  Turner  and  Craw- 
ford^ have  studied  the  radiation  filling  and  the  optical  and  thermal  bleach- 
ing of  these  defect,  centers.  The  optical  bleaching  studies  indicate  that  the 
F-centers  may  capture  free  holes  to  become  F^centers.  During  y irradiation  the 
6.1  eV  band  and  the  V-centers  increase  In  parallel  and  the  saturation  behavior 
of  these  two  bands  Indicates  that  the  presence  of  the  hole  traps  restricts 
electron-hole  pair  recombination  processes  and  makes  electrons  available  for 
the  oxygen  vacancy  centers. 

Measurements  on  the  threshold  energy  for  oxygen  vacancy  creation  were 

made  by  Arnold  and  Compton^®^  who  studied  the  growth  of  the  6.1  eV  optical 

absorption  band  in  crystals  subjected  to  bombardment  by  energetic  electrons. 

The  displacement  threshold  for  oxygen  ions  was  found  to  be  90  ± 5 eV,  the 

(191 

corresponding  electron  energy  being  430  KeV.  Arnold  et  al.'  ; have  studied 
Ion  Implantation  Induced  lattice  displacements  in  Al^Oj  and  have  shown  that 
F-center  defects  are  produced  upon  bombardment  with  light  Ions  In  the  50  100  KeV 

range.  The  ionization  intensity  associated  with  the  ion  bombardment  was  also 


8 

found  to  be  important  with  the  defect  yield  being  greatest  for  light  ions 

such  as  H+  and  D+.  As  expected  a volume  expansion  was  produced  by  the  creation 

of  oxygen  Frenkel  pairs  in  the  lattice  and  this  volume  expansion  was  found  to 

be  sensitive  to  the  charge  state  of  the  defects.  When  the  oxygen  vacancies 

are  occupied  by  electrons  their  associated  lattice  distortion  is  reduced. 

From  the  point  of  view  of  SOS  technology  the  papers  discussed  above 

indicate  that  both  hole  and  electron  traps  associated  with  point  defects  in 

the  sapphire  matrix  are  to  be  expected.  Typical  point  defect  densities  in 

15  -3 

nominally  pure  bulk  sapphire  are  on  the  order  of  10  cm  for  VqH  type  defects 
and  1016  -*■  lO^cm”^  for  ions  capable  of  changing  their  valence  state.  This 
number  may  be  modified  at  the  silicon  Al^O^  heterojunction  by  interactions 
between  the  epitaxial  silicon  and  the  aluminum  oxide  substrate  that  occur 
during  the  epitaxial  deposition  of  the  silicon  and  also  during  subsequent 
device  processing  stages. 


The  Interfacial  Region  at  the  Si/Al ?0^  Hetrojunction 


In  terms  of  the  leakage  current  it  produces,  charge  trapping  in  the 


proximity  of  the  heterojunction  between  A^O^  and  Si  is  more  important  than 
a similar  density  of  trapped  charge  in  the  bulk  of  the  Al^O^j.  Srour,  et  al.  ^ 
have  made  measurements  on  electron  beam  induced  back  channel  leakage  currents 


In  SOS  structures  and  have  determined  that  energy  must  be  deposited  in  the  Al^O^ 
by  the  electron  beam  in  order  to  Increase  the  leakage  current.  They  conclude 
that  the  most  important  region  of  the  sapphire  substrate  lies  within  2u  of  the 


SI/AlgOj  surface.  Excess  holes  are  trapped  in  this  region  either  because  the 
fringing  fields  due  to  the  MOS  device  remove  electrons  from  the  region  or 


because  the  density  of  hole  traps  is  largest  near  the  interface. 
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The  Interface  between  silicon  and  sapphire  has  received  consider- 
able experimental  attention,  however,  there  still  seems  to  be  uncertainty 

concerning  the  existance  of  an  intermediate  insulating  zone  between  the 

(21 1 

silicon  and  the  AlpO-j.  Cullen  and  coworkers  ' conclude  that  there  is  no 
intermediate  zone  at  the  heterojunction  although  the  first  500  8 of  the 
epitaxial  silicon  does  not  have  bulk  structure.  During  chemical  vapor 

o 

deposition  of  silicon  at  substrate  temperatures  on  the  order  of  980  C,  silicon 

reacts  with  the  A^O-j  and  may  create  volatile  oxides  such  as  SiO  or  A^O 

(221 

together  with  metallic  aluminum.  Cullis  and  Booker'  suggest  that  this  may 
give  rise  to  an  interfacial  alumino-silicate  through  a reaction  of  the  type: 

Si  + A1 203  - A1 2Si05  + A1 20(g ) . 


Presumably  this  type  of  reaction  can  continue  until  the  silicon  islands 

nucleated  on  the  sapphire  grow  together  and  prevent  the  further  escape  of 

the  volatile  products.  Typically,  this  corresponds  to  a silicon  overlayer 

o 

on  the  order  of  500  A in  thickness.  Film  growth  rates  of  3y  of  silicon  per 
minute  are  commonly  used  and  silicon  layers  of  0.6  -*•  l.Oy  are  employed  for 
device  fabrication.  On  the  basis  of  the  growth  time  and  temperature  it  is 
therefore  to  be  expected  that  little  solid  state  transport  from  this  reaction 
zone  into  the  A^O.^  is  likely  to  occur  during  the  deposition  process.  The 
modified  surface  layer  produced  by  the  deposition  process  is,  however,  closest 
to  the  back  channel  region  and  may  therefore  be  important  in  the  radiation 
response  of  devices. 

Harari  and  McGreivy^^^  have  considered  the  effect  of  an  interfacial 
region  on  the  Silicon  side  of  the  A1 203/Si  heterojunction  on  the  back  channel 
leakage  current.  Using  channels  of  different  length  and  employing  ionizing 
radiation  and  optical  bleaching  techniques  to  alter  the  back  channel  leakage 
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behavior,  they  conclude  that  the  higher  leakage  currents  in  devices  with 
dry  oxide  do  not  result  from  the  same  sgurce  as  the  radiation  induced  leakage 
currents  and  are  probably  due  to  an  n-type  conducting  layer  at  the  Si/Al^O^^ 
interface.  The  radiation  induced  component  of  the  leakage  current  is  associated 
with  positive  charges  trapped  in  the  A^O^.  These  charges  will  tend  to  invert 
the  silicon  layer  at  the  interface  and  since  the  "dry  oxide"  devices  already 
have  a slightly  n-type  character,  these  will  be  more  strongly  turned  on  by  a 
given  sapphire  charge  storage.  Deliberate  doping  of  the  back  channel  region 
with  boron  reduces  the  leakage  currents  and  if  the  traps  in  the  Al^O-j  are 
limited  in  number  it  could  be  possible  for  trap  saturation  to  occur  before  the 
threshold  voltage  of  the  back  channel  transistor  is  reached. 

After  the  thermal  deposition  of  Si  on  Al^O^  the  device  processing 

steps  involve  exposure  to  high  temperatures  for  various  time  periods. 

(241 

Maldonado  et  al.  have  considered  the  redistribution  of  impurities  in 
the  Silicon  that  may  result  from  such  high  temperature  processing  but  have 
treated  the  Silicon-Sapphire  interface  as  "reflecting"  for  the  impurity 
species,  the  sapphire  remaining  unchanged  on  this  model. 

Little  data  is  available  on  the  diffusion  of  ions  in  single  crystal 

(251 

sapphire.  Oishi  and  K1ngeryv  ' have  measured  the  diffusion  of  Oxygen  in 

-15  2 -1 

sapphire  and  find  a diffusion  coefficient  on  the  order  of  10  cm  sec  at 
temperatures  of  circa  1000°C.  On  the  basis  of  measurements  on  polycrystalline 
Al^O^  by  Paladino  and  Kingery'  ; a similar  value  for  the  self  diffusion  coef- 
ficient of  Aluminum  in  single  crystal  Al^O^  might  be  expected.  While  these 
values  of  the  diffusion  coefficient  are  low  they  do  indicate  that  diffusion 
into  the  Al^O^  can  take  place  at  the  temperatures  associated  with  oxidation 
steps  in  device  processing.  If  It  is  assumed  that  an  impurity  (such  as  silicon 
or  boron)  has  a diffusion  coefficient  equal  to  that  measured  for  oxygen  and  that 


the  surface  concentration  of  this  impurity  is  constant  during  the  diffusion 
process , then , under  the  conditions  of  dry  oxidation  (150  mins  at  1273K)  a 
penetration  depth  of  100  X is  to  be  expected.  For  wet  oxidation  conditions 
(60  mins  at  1190K)  the  impurity  would  only  penetrate  30  $ into  the  A^O^. 

This  transport  of  material  from  the  Silicon  overlayer  into  the  A^O^ 

may  also  alter  the  local  crystal  structure  of  the  heterojunction.  Amaraki  and 
(27) 

Roy'  ' determined  the  A^O^  - Si O2  binary  phase  diagram  for  temperatures 
above  1400°C.  At  the  Al^O^  rich  end  of  this  diagram  Mu  11  i te  (3  Al^O^^  SiO^) 
and  A^O^  coexist  as  a two  phase  solid  solution.  MacDowell  and  Beal'  ' have 
extrapolated  this  diagram  to  lower  temperatures  and  in  the  Al^O^-rich  end  of 
the  diagram  no  additional  phase  separation  is  expected  to  occur.  It  therefore 
seems  probable  that  in  the  region  of  the  Si/A^C^  heterojunction  regions  of 
different  chemical  composition  such  as  Mullite  or  an  alumino-silicate  sue'  as 
Al^SiOg  may  occur.  Such  regions  may  alter  the  local  hole  trapping  density  in 
the  oxide  at  the  interface.  A comparison  between  traps  in  A^Oj  and  in  Spinel 
(MgA^O^)  by  White  et  al . ^ ^suggests  that  they  may  be  of  a similar  structure. 
It  is  also  to  be  expected  that  mullite  and  A^SiO^  will  provide  defect  sites 
capable  of  trapping  electrons  and  holes  that  are  similar  to  those  of  Al 203 . 


III.  Experimental  Results 

Experimental  measurements  have  been  made  on  MOS/SOS  samples  of  two 
types  and  also  on  bulk  A^O-j  from  a number  of  different  sources.  The  MOS  measure 
ments  were  directed  at  understanding  the  back  channel  leakage  currents,  their 
dependence  upon  X-irradiation  conditions  and  the  thermal  and  optical  stability 
of  the  associated  trapping  levels.  The  measurements  on  bulk  Al 203  were  made 
in  order  to  understand  electron  and  hole  trapping  in  this  material  and  to 
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evaluate  the  importance  of  the  various  traps  for  the  back  channel  leakage 
behavior. 

a)  MOS/SQS  measurements 

Back  channel  leakage  current  measurements  have  been  made  on  two  types 
of  MOS/SOS  structures.  One  set  of  measurements  was  made  on  n-channel  4007 
type  test  structures  fabricated  at  Hughes  Aircraft.  These  had  a wet  gate  oxide 
approximately  950  ft  thick,  a channel  width  of  40  mils  and  a channel  length  of 
0.3  mils.  The  starting  material  for  these  devices  was  fabricated  by  Union 
Carbide  with  {1001  silicon  grown  epitaxially  on  {lT02}  sapphire.  The  indi- 
vidual 4007  chips  were  mounted  in  ceramic  packages  with  a hole  drilled  in  the 
base  so  that  light  could  Illuminate  the  heterojunction  from  the  sapphire  side. 

Another  set  of  n-channel  test  structures  was  also  fabricated  at  Hughes 
Aircraft  and  designated  NORT  21.  Samples  from  this  same  batch  have  been 
studied  by  Srour  et  al.^0^.  Again  the  source  of  the  starting  material  was 
Union  Carbide.  Test  transistors  were  fabricated  with  the  channels  making 
different  directions  with  respect  to  the  sapphire  substrate.  Processing  was 
identical  for  two  groups  of  these  structures  with  the  exception  of  the  oxida- 
tion step.  One  group  had  a pyrogenic  (wet)  oxide  about  980  ft  in  thickness 

o 

grown  at  925°C  while  another  group  had  a dry  oxide  about  930  A thick  produced 

at  a temperature  of  1000°C.  Aluminum  gate  metallization  was  used  on  both  sets 

of  structures  and  so  as  to  be  suitable  for  the  electron  beam  studies  of  Srour 

0 

et  al.  this  metallization  was  only  750  * 100  A In  thickness.  All  the  devices  i 

had  a channel  length  of  0.2  mils  and  a channel  width  of  e.O  mils.  These  devices 
were  also  mounted  on  DIP  packs  which  had  had  a hole  drilled  in  the  substrate  so 
that  the  device  could  be  illuminated  through  the  sapphire. 


Back  channel  leakage  currents  were  Induced  in  these  devices  by 
exposing  them  to  90  KeV  X-rays  from  a tungsten  target  tube.  Total  doses 
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between  10  and  10  rads  (SI)  were  employed,  the  devices  being  exposed 
through  the  silicon  over-layer.  X-rays. of  this  energy  have  Insufficient 
energy  to  create  new  traps  In  crystalline  A^O^  and  so  the  back  channel 
leakage  currents  result  from  charges  trapped  at  pre-existing  defects.  During 
X-irradlatlon  the  source  was  held  at  ground  potential.  Typically,  for  the 
4007  structures  • VQS  • 10  volts  during  the  Irradiation  and  for  the 
N0RT  21  samples  » 0 and  • 4 volts. 

Leakage  currents  both  before  and  after  X-Irradiatlon  were  measured 

-IS 

with  a Kelthly  616  digital  electrometer  with  a current  sensitivity  of  10 
amps.  Steady  bias  voltages  to  the  structures  were  provided  by  an  HP  6299A 
regulated  power  supply  and  a home  made  voltage  ramp  was  used  to  sweep  either 
or  VqS  depending  on  the  measurement  being  made. 

Typical  data  for  the  leakage  current  Induced  by  X-irradlatlon  In  a 
4007  type  structure  Is  shown  In  Fig.  2.  Prior  to  any  X-irradlatlon  the  source 
to  drain  leakage  currents  with  VDS  ■ 3 volts  and  VqS  ■ -5  volts  were  on  the 
order  of  4 x 10'^  amps.  For  this  value  of  Vp<.  the  front  channel  transistor 

Is  In  the  "off"  condition  and  the  source  to  drain  leakage  current  Is  all 

associated  with  the  back  channel.  After  10  rads  SI  the  leakage  current  under 
the  same  bias  condition  had  Increased  to  about  8 x 10’^  amps.  The  threshold 
shift  of  the  front  transistor  was  small  enough  that  It  was  still  In  the  "off" 
state  under  the  conditions  of  measurement.  By  exposing  such  a sample  to  the 
full  radiation  from  a Xenon  light  source  for  circa  10  mins,  with  Vg<-  ■ Vp^  * 0 
It  was  found  that  the  leakage  current  could  be  reduced  to  Its  preirradiation 
value.  It  was  also  found  that  a further  exposure  of  the  sample  to  X-rays  but 
with  all  electrodes  at  ground  potential  would  reduce  the  back  channel  leakage 
currents  to  approximately  that  of  an  unirradiated  sample  Similar  data  was 

obtained  for  both  the  Wet  and  Dry  Oxide  NORT  21  samples.  Exposure  to  circa  10' 
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rads  (SI)  Increased  the  back  channel  leakage  currents  by  about  two  orders  of 
magnitude.  Reirradiation  with  all  electrodes  at  ground  potential  reduced 
these  currents  to  essentially  their  pre-irradiation  values.  Illumination  of 
these  devices  with  Xenon  light  could  also  be  used  to  remove  the  radiation 
Induced  leakage  currents. 

Both  the  X?non  light  and  the  X-rays  are  capable  of  Injecting  electrons 
Into  the  A1o03  from  the  SI  and  these  may  neutralize  the  trapped  holes  at  the 
heterojunction  and  produce  the  observed  reduction  In  leakage  current.  The  U-V 
photons  may  also  release  holes  from  their  traps  In  the  Al^  and  these  may 
move  under  the  Influence  of  their  mutual  Interaction  either  into  the  bulk  of 
the  Al^O-j  or  to  the  Silicon.  In  either  case  the  back  channel  leakage  current 
should  be  reduced.  In  order  to  determine  if  this  photodepopulation  process  was 
occurring  and  to  obtain  a measure  of  the  optical  depth  of  the  associated  hole 
traps,  measurements  were  made  In  which  a monochromator  was  used  to  provide 
photons  of  a given  energy  and  the  effect  of  these  photons  on  the  X-ray  Induced 
leakage  currents  was  studied,  Fig.  3 shows  the  results  of  such  optical  bleach- 
ing studies  made  on  4007  structures.  After  X-Irradiatlon  the  back  channel 
leakage  current  was  circa  20uA  with  ■ 3 volts  and  - -5  volts.  Each 
data  point  presented  corresponds  to  the  leakage  current  measured  under  these 
same  conditions  after  the  specimen  had  been  Illuminated  with  photons  of  the 
Indicated  energy  for  two  mins,  with  all  electrodes  connected  to  ground.  The 
data  points  therefore  represent  the  cummulatlve  effect  of  all  exposures  at 
that  photon  energy  and  lower  energies.  It  Is  seen  from  the  diagram  that  the 
leakage  current  starts  to  decrease  for  photons  having  energle  greater  than 
2.1  eV  and  that  the  maximum  bleaching  rate  occurs  for  photons  of  about  2.5  eV. 
If  photons  of  2.5  eV  are  employed  following  a room  temperature  X-Irradiatlon , 
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the  time  dependence  of  the  decay  of  the  radiation  Induced  leakage  currents 
has  the  form  shown  In  Fig.  4.  Photons  qf  this  energy  are  not  capable  of 
injecting  electrons  into  the  A^O^  from  the  silicon  and  these  measurements 
therefore  suggest  that  the  trapped  charges  responsible  for  Inducing  the 
leakage  currents  are  either  directly  bleached  by  the  photons  or  removed  from 
thr  interface  zone  by  recombination  with  electrons  released  from  other  trap 
levels  in  the  Al^O^.  The  measurements  reported  below  on  bulk  A^O-j  were 
designed  to  clarify  this  point. 

It  was  also  found  that  the  radiation  induced  leakage  currents  could 
be  reduced  if  the  samples  were  thermally  annealed.  Fig.  5 shows  some  thermal 
annealing  data  for  the  4007  structures.  The  structures  were  maintained  at 
the  temperatures  indicated  on  the  curves  for  the  times  corresponding  to  each 
data  point,  however,  the  actual  leakage  current  measurements  were  made  at  room 
temperature  to  avoid  effects  due  to  the  temperature  dependence  of  the  channel 
mobility  and  the  Fermi  level  In  the  semiconductor.  On  the  basis  of  these 
curves  an  estimate  of  the  thermal  depth  of  the  hole  traps  (or  corresponding 
complementary  electron  trap)  can  be  made  using  the  method  of  cross  cuts^3(^ 
and  was  found  to  be  circa  0.8  eV. 

Measurements  made  on  the  NORT  21  samples  were  less  complete  than  those 
on  the  4007  structures  since  only  a limited  number  of  devices  was  available 
and  the  yield  of  good  transistors  on  a chip  was  low.  The  spectral  dependence 
of  the  leakage  current  bleaching  behavior  for  the  wet  and  dry  oxides  was 
essentially  the  same  and  again  Indicated  that  photons  of  between  2.0  and  2.5  eV 
were  capable  of  removing  charge  stored  In  the  Al^Oj  substrates.  No  thermal 
bleaching  measurements  were  made  on  these  samples  although  a time  dependence 
of  the  leakage  currents  Inwediately  following  X-irradlation  suggested  the 
presence  of  some  shallow  hole  traps  in  these  samples. 
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b)  Bulk  Al.'Oi  measurements 

The  measurements  reported  above  indicate  that  a knowledge  of  the 
trap  structure  of  Al^O-j  Is  desirable  if  the  effects  of  X-irradiation  and 
optical  bleaching  on  the  charge  storage  that  affects  the  back  channel  leakage 
currents  is  to  be  understood.  To  this  end  thermally  stimulated  current 
measurements^*  ^ were  used  to  characterize  traps  in  Al^O-j  that  could  be 
populated  by  X-irradiation.  Optical  bleaching  and  trap  refilling  measure- 
ments were  also  combined  with  the  TSC  technique  to  provide  Information  about 
the  charge  redistribution  in  the  material  produced  by  the  photons. 

Samples  of  A1 2^3  single  crystals  were  obtained  from  three  sources 
since  It  is  to  be  expected  that  both  the  impurities  present  in  the  lattice 
and  the  lattice  stoichiometry  will  be  affected  by  the  purity  of  the  starting 
materials  and  the  details  of  the  growth  processes. 

Single  crystal  discs  1 mm  thick  x 160  mm  dia.  were  obtained  from 
R.  W.  Klaffky  of  Brookhaven  National  Laboratories.  Both  of  these  were 
nominally  pure  samples,  one  being  cut  from  starting  material  produced  by  the 
Linde  Company,  the  other  from  the  A.  Meller  Company.  Samples  in  the  form  of 
rectangular  plates  0.3  mu  9 mu  x 19  mm  were  purchased  from  the  Insaco  Corpo 
ration.  The  starting  material  for  these  samples  was  also  grown  by  Linde. 

Electrodes  in  the  form  of  circular  guarded  parallel  plates  were  put 
onto  these  samples  either  by  sputtering  (Pt  or  Pd)  or  by  vacuum  evaporation 
(Al).  Current  measurements  were  made  using  a Cary  401  vibrating  reed 
electrometer.  The  heating  rate  following  an  X-irradiation  was  typically 
12  K min**  and  it  Is  estimated  that  a temperature  gradient  of  no  more  than 
5 K exists  in  the  sample  at  this  heating  rate. 


In  order  to  populate  the  hole  and  electron  traps  in  the  Al^O^,  samples 
were  exposed  to  100  KeV  X-rays  from  a tungsten  target  tube.  Exploratory 
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measurements  Indicated  that  an  exposure  of  about  10^  rads  (Si)  was  adequate 
to  saturate  the  traps  in  the  material  at  either  room  temperature  or  liquid 
nitrogen  temperature.  The  TSC  measurements  were  made  with  a bias  of  5 volts 
applied  to  the  MIM  structure.  Again  exploratory  measurements  indicated  that 
the  magnitude  of  the  current  peaks  Increased  linearly  with  the  applied  bias 
but  no  additional  peaks  were  observed  up  to  the  maximum  bias  of  80  volts  that 
was  employed.  The  5 volt  bias  level  was  therfore  chosen  as  a suitable 
compromise  between  signal  current  and  noise. 

As  Indicated  In  Fig.  6 following  irradiation  at  78K  samples  from  all 

three  sources  show  a series  of  TSC  peaks  with  maxima  between  200  and  700K. 

If  a sample  was  cooled  to  liquid  nitrogen  temperature  immediately  after  such 

a TSC  run  and  then  taken  through  the  same  warmup  cycle  under  bias  no  TSC  peaks 

were  observable.  All  of  the  spectra  show  a large  peak  at  273K.  The  Linde  and 

Insaco  samples  show  rather  similar  peak  structures  and  these  differ  considerably 

from  that  of  the  Meller  sample.  The  peak  spectrum  of  the  Meller  sample  is, 

(32) 

however,  the  same  as  that  reported  by  Fullerton  and  Moran'  for  samples  from 
the  same  source  In  the  region  above  room  temperature  where  the  two  sets  of  data 
can  be  compared. 

Within  the  set  of  Insaco  samples  examined  there  Is  some  variability  in 
the  TSC  peaks  that  are  obtained.  Only  the  273K  peak  is  present  In  all  samples, 
however,  TSC  peaks  at  210,  368,  407,  506,  and  562K  also  occur  in  two  or  more 
samples.  These  peaks  are  not  dependent  upon  the  electrode  material  employed 
and  are  reproducible  for  a given  sample  following  electrode  removal  and 
redeposition. 

In  order  to  determine  the  activation  energies  and  frequency  factors 
associated  with  the  traps  responsible  for  the  main  TSC  peaks,  a peak  cleaning 
technique  was  used  to  remove  the  influence  of  low  temperature  peaks  from  those 
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at  a higher  temperature.  The  heating  rate,  the  temperature  of  the  current 

maximum  and  the  low  temperature  half  width  of  each  of  the  peaks  were  determined 

(31 1 

and  this  data  used  in  conjunction  with  the  analytical  method  of  Chen'  ' to 
compute  the  trap  parameters.  These  are  summarized  in  Table  1.  Assuming  first 
order  kinetics  and  a constant  pre-exponential  factor,  the  trap  depth  is  given 
by: 

1.52  k T 2 

E * ^ — 1.58(2  kT  ) .eV 

y mo  X 

max  " H 


and  the  frequency  factor  by: 


S . (sE/kT^)  exp(E/kT|MX).sec“ 

where  6 is  the  heating  rate  In  K/sec. 

The  error  estimates  associated  with  the  activation  energies  arise 
from  uncertainties  in  the  peak  temperature  and  that  of  the  low  temperature 
half  width.  The  frequency  factors  given  are  only  reproducible  for  a given  * 
sample  to  an  order  of  magnitude. 

From  the  point  of  view  of  the  back  channel  leakage  currents  it  is 
mainly  the  TSC  peaks  that  appear  near  room  temperature  that  are  of  interest 
since  the  thermal  annealing  studies  on  the  4007  structures  indicated  that 
heating  to  90*C  reduced  these  leakage  currents,  presumably  due  to  thermal 
emptying  of  the  trap  levels. 

In  order  to  obtain  a better  understanding  of  the  traps  and  carrier 
types  associated  with  the  Thermally  Stimulated  Current  peaks  optical  bleach- 
ing methods  were  used.  The  traps  In  a sample  were  populated  with  carriers  by 
X-irradiatlng  at  either  liquid  nitrogen  or  room  temperature.  The  sample  was 
then  exposed  to  photons  from  a 150  W Xenon  light  source,  the  energy  of  which 
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was  selected  either  by  the  use  of  filters  or  a Bausch  and  lomb  high  Intensity 

monochromator  operated  with  a 12  nm  pass  band.  The  unflltered  Xenon  light 

2 

source  had  an  Intensity  of  circa  300  mw/cm  at  the  sample  surface.  The 
filters  were  of  Corning  glass  and  had  a transmission  of  85  to  90*.  At  3.0  eV 
the  output  of  the  monochromator  was  circa  9 mw. 

Because  of  the  metal  electrodes  for  the  current  measurements  It  was 
necessary  to  Illuminate  the  samples  through  their  edges.  The  optical  density 
of  the  samples  was  low  over  the  entire  spectral  range  examined  and  so  the 
active  volume  between  the  electrodes  was  uniformly  illuminated.  After  a chosen 
period  of  Illumination  at  a given  wavelength  the  TSC  spectrum  was  taken  and  the 
peak  heights  compared  to  those  for  the  same  sample  that  had  received  no  exposure 
to  light.  This  procedure  was  repeated  at  a series  of  wavelengths  In  order  to 
determine  the  threshold  energy  for  bleaching  of  the  Individual  peaks. 

Figure  7 shows  data  obtained  for  the  Meller  sample  using  filters  in 
conjunction  with  the  Xenon  light  source.  The  data  points  are  plotted  at  that 
energy  corresponding  to  the  maximum  photon  energy  transmitted  by  the  filter. 

The  sample  was  X-Irradiated  at  room  temperature  for  5 min.  at  100  KeV  and  20  mA 
prior  to  each  TSC  measurement.  The  bleaching  time  at  each  energy  was  5 mins. 

It  Is  seen  that  the  372K  peak  Is  bleached  for  all  wavelengths  used;  that  the 
437K  peak  remains  essentially  unchanged  until  a photon  energy  greater  than 
3.2  eV  after  which  It  Increases  In  magnitude;  the  495K  peak  remains  unchanged 
for  all  the  photon  energies  used  and  the  560k  peak  shows  a decrease  for  all 
wavelengths  used.  It  Is  Interesting  to  note,  however,  that  the  560k  peak  shows 
a smaller  decrease  when  exposed  to  the  full  radiation  from  the  Xenon  source 
than  when  exposed  to  photons  having  a maximum  energy  of  4.1  eV.  Similar 
measurements  made  after  a liquid  nitrogen  temperature  X-Irradlatlon  and  optical 
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bleaching  exposure  indicated  that  the  peak  at  273K  was  not  bleached  with  full 
light  from  the  Xenon  source.  This  behavior  was  verified  using  the  high 
Intensity  monochromator  and  the  threshold  wavelengths  for  trap  modification 
determined.  This  data  is  presented  In  Table  2. 

Similar  measurements  were  made  on  the  Linde  sample  following  both 
liquid  nitrogen  and  room  temperature  X-Irradiation.  For  this  sample  also  the 
273K  peak  was  unbleached  by  full  Xenon  light,  the  365  peak  bleached  with  1.5  eV 
light,  the  405K  peak  with  2.5  eV  light,  the  504  peak  with  2.1  eV  light  and  the 
576K  peak  showed  no  bleaching  even  with  the  full  Xenon  light. 

It  seems  clear  that  In  both  samples  charge  redistribution  among  trapp- 
ing levels  Is  taking  place.  A comparison  between  the  thermal  activation 
energies  of  the  traps  and  the  optical  threshold  for  their  bleaching  suggests 
that  the  photons  may  not  be  interacting  directly  with  the  trapping  levels 
responsible  for  the  TSC  peaks  but  with  other  levels  in  the  Al^O^.  In  order  to 
Investigate  this  charge  redistribution  further,  samples  that  had  been  X-irradi- 
ated  and  then  had  their  TSC  traps  emptied  by  heating  to  650K  were  cooled  to 
low  temperatures , exposed  to  photons  of  various  energies  and  their  TSC  spectra 
retaken.  By  using  the  monochromator  in  conjunction  with  the  Xenon  light  source 
it  was  possible  to  detect  the  threshold  photon  energy  that  caused  refilling  of 
a given  TSC  level. 

For  the  Meller  sample  only  three  of  the  TSC  peaks  could  be  regenerated 
In  this  way.  The  peak  at  437K  had  been  found  by  Fullerton  and  Moran  to  be 
extremely  sensitive  to  X-ray  dose.  This  peak  reappeared  in  the  TSC  spectrum 
at  the  lowest  photon  energy  (2.3  * 0.1  eV)  and  grew  to  its  saturated  value  very 
rapidly.  After  only  10  secs  of  exposure  to  light  from  the  Xenon  source  the 
peak  had  reached  approximately  30%  of  its  saturation  si2e.  The  peaks  at  273K 
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could  be  restored  with  photons  having  energies  of  2.7  t 0.1  eV.  No  other 
TSC  peaks  could  be  restored  even  after  exposure  of  the  sample  to  the  full 
radiation  from  the  Xenon  source.  This  redistribution  of  charges  among  trap 
levels  in  the  Al^O^  could  be  performed  many  times.  Once  the  material  had 
been  exposed  to  X-irradiation  the  TSC  traps  indicated  above  could  be  repeat- 
edly filled  by  exposure  of  the  sample  to  light  and  then  emptied  thermally. 

This  cycling  has  been  continued  for  several  days  with  no  apparent  changes  in 
the  magnitudes  of  the  TSC  peaks  following  a given  exposure  to  light. 

The  behavior  of  the  Linde  sample  under  the  same  trap  repopulation 
conditions  was  somewhat  different.  The  273K  peak  could  not  be  regenerated, 
even  with  the  full  light  from  the  Xenon  source.  A peak  at  437K  that  was  not 
apparent  in  the  TSC  spectrum  after  X-irradiation  alone  was  obtained  after 
exposure  to  photons  having  energies  greater  than  2.7  eV  and  the  peak  at  576K 
was  regenerated  with  these  same  photon  energies.  For  this  case  also  thermal 
depopulation  and  optical  refilling  of  these  traps  could  be  taken  through  many 
cycles  over  an  extended  time  period. 

IV.  Oiscussion 

The  measurements  on  MOS/SOS  structures  reported  above  indicate  that 
the  back  channel  leakage  currents  produced  by  exposure  of  the  devices  to  ioniz- 
ing radiation  result  from  charge  storage  In  the  Al^O^.  This  excess  positive 
charge  situated  near  the  A^Oj-SI  heterojunction  can  be  neutralized  by  the 
Injection  of  electrons  into  the  sapphire,  as  suggested  by  the  reduction  of  the 
leakage  currents  following  further  exposure  to  X-irradiation  with  all  electrodes 
grounded.  The  experiments  with  low  energy  photons  (^2.5  eV)  Indicate  that  the 
excess  positive  charge  at  the  heterojunction  can  also  be  reduced  either  through 
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the  photodepopulation  of  traps  at  the  Interface  to  alter  the1-  charge  state 

or  by  the  production  of  free  carriers  from  other  traps  in  the  A1 2^3  tha*  can 

then  change  the  charge  state  of  those  traps  responsible  for  the  leakage 

currents.  The  thermally  stimulated  current  measurements  made  on  bulk  Al^Oj 

specimens  Indicate  that  the  trap  structure  of  this  material  is  complex  and 

that  low  energy  photons  do,  In  fact,  produce  charge  redistribution  among  the 

various  trapping  levels.  It  Is  also  apparent  from  these  measurements  that 

produced  by  different  vendors  has  a different  trap  structure.  If  the 

traps  near  the  heterojunction  are  the  same  as  bulk  traps  but  are  differently 

populated  due  to  the  fringing  fields  from  the  HOS  structure,  then  the  source 

of  A1203  used  for  device  fabrication  might  significantly  change  their  radiation 

hardness.  Measurements  on  bulk  Al^  may  not  properly  characterize  the  traps 

at  the  he teroj unction  since  It  is  to  be  expected  that  the  sapphire  as  well  as 

the  silicon  will  be  modified  during  silicon  deposition  and  device  processing. 

Estimates  of  the  diffusion  depth  of  impurities  Into  the  Al^O^  that  could  occur 

during  the  oxidation  steps  of  device  fabrication  show  that  for  dry  oxidation 

0 

conditions  penetrations  on  the  order  of  100  A are  possible.  Since  this  modified 
region  Is  closest  to  the  heterojunction  charge  trapping  In  It  will  have  the 
maximum  effect  on  the  leakage  behavior.  For  a wet  oxide  the  penetration  depth 
of  Impurities  Is  only  about  30  8 and  consequently  the  number  of  diffusion 
associated  traps  at  the  heterojunction  that  are  "seen"  by  the  silicon  may  be 
reduced  by  about  a factor  of  three.  This  may  be  partly  responsible  for  the 
lower  leakage  currents  observed  In  devices  that  have  had  low  temperature 
processing. 

That  the  major  trap  level  In  Al^Oj  associated  with  the  back  channel 
leakage  currents  can  have  its  charge  state  altered  when  the  material  is 
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illuminated  with  2.5  eV  photons  now  seems  to  be  well  established,  at  least 

for  devices  based  on  Union  Carbide  SOS  starting  material.  Williams  et  al.^^ 
have  reported  the  optical  bleaching  of  traps  with  photons  of  this  energy. 

Prior  measurements  by  Harari^^  had  suggested  that  electron  injection  from 

the  Silicon  was  required  to  neutralize  the  charges  in  the  sapphire,  however 

subsequent  discussions  suggest  that  the  low  intensity  of  the  monochromatic 

light  used  In  these  measurements  was  responsible  for  this  observation^"^ . 

It  is  well  known  that  hole  centers  in  A^Oj  such  as  V , V and  VgH  have  an 

associated  optical  absorption  in  the  2.5  3.0  eV  region  and  it  therefore 

seems  probable  that  the  photons  are  In  fact  bleaching  hole  traps  in  the  Al^O^. 

On  the  basis  of  the  thermal  stability  of  the  traps  associated  with  the  back 

channel  leakage  currents  It  would  be  expected  that  they  should  give  rise  to 

thermally  stimulated  current  peaks  at  temperatures  close  to  100°C.  The  Linde 

derived  samples  used  In  these  measurements  exhibit  two  TSC  peaks  in  this 

temperature  range  one  at  circa  365K  and  the  other  at  405K.  The  activation 

energies  determined  for  these  trapping  levels  from  an  analysis  of  the  TSC  peaks 

are  0.8  + 0.1  eV  and  0.85  ± 0.1  eV  respectively.  These  are  both  close  to  the 

value  of  0.8  + 0.1  eV  determined  from  the  Isothermal  annealing  data  on  irradiated 

MOS/SOS  structures.  Optical  bleaching  measurements  on  the  bulk  A^O.^  indicate 

that  the  365K  peak  In  the  TSC  spectrum  has  a bleaching  threshold  of  1.5  eV  while 

for  the  405K  peak  the  bleaching  threshold  Is  at  2.5  eV.  Both  of  these  trap 

levels  could  therefore  be  optically  bleached  by  photons  of  the  energy  that  was 

found  to  reduce  the  back  channel  leakage  in  irradiated  MOS/SOS  devices. 

The  nature  of  the  lattice  defects  associated  with  the  TSC  measurements 
can  be  Inferred  by  a comparison  of  the  present  data  with  previous  esr,  thermo- 
luminescence  and  optical  studies.  The  TSC  spectra  of  the  Meller  sample  have 
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the  simplest  form  and  seem  to  be  most  directly  related  to  prior  data  of 

this  type.  The  V^center  In  is  known  to  anneal  thermally  at  about 

370K  and  to  have  an  associated  optical  absorption  in  the  spectral  region 

between  2.2  and  3.5  eV.  This  suggests  that  the  372K  peak  observed  in  the 

TSC  spectrum  of  the  Heller  sample  is  associated  with  the  V-^defect,  this  trap 

having  a thermal  depth  of  1.1  * 0.1  eV.  When  this  trap  is  populated  by 

X-irradiation,  bleaching  with  2.4  eV  light  is  found  to  reduce  the  magnitude 

of  the  372K  peak  but  to  leave  the  height  of  the  495K  peak  unchanged.  If  the 

495K  peak  in  the  TSC  spectrum  is  associated  with  the  V^enter,  which  is 

known  to  thermally  anneal  near  500K,  this  behavior  is  to  be  expected.  The 

2.4  eV  light  removes  one  hole  from  the  V-^defect  converting  it  to  the  V^efect. 

The  size  of  the  TSC  peak  associated  with  the  V-^efect  should  therefore  decrease 

2 _ 

but  the  size  of  the  V -peak  should  remain  the  same  since  it  is  not  important 

whether  the  first  hole  is  removed  from  this  site  thermally  or  optically. 

The  optical  trap  repopulation  experiments  following  a thermal  empyting 

of  the  TSC  peaks  did  not  result  in  the  repopulation  of  the  two  levels  discussed 

above.  Those  peaks  which  occurred  at  273,  437  and  560K  were  regenerated, 

suggesting  that  they  may  be  associated  with  electrons  rather  than  holes.  The 

peak  at  437K  was  found  to  be  extremely  sensitive  to  X-ray  or  photon  repopulation 

(321 

in  the  present  measurements.  Fullerton  and  Moran'  ' also  found  this  to  be  the 
case  which  suggests  that  the  associated  defect  center  has  a large  capture  cross- 
section  for  electrons.  It  is  interesting  to  note  that  th-*  threshold  energy  for 
photo-repopulatlon  of  this  level  is  circa  2.4  eV  suggesting  the  presence  of  an 
electron  trap  at  this  level  that  is  not  thermally  depopulated.  This  corresponds 
to  the  photon  energy  at  which  the  372K  peak  may  be  optically  bleached  and  may 
indicate  that  this  center  is  capturing  an  electron  and  being  converted  to  the 
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one  hole  V Center.  Presumably  further  electron  capture  by  the  defect  Is 

2_ 

prevented  by  the  large  effective  negative  charge  of  the  V -site. 

The  273  and  560k  peaks  are  repopulated  by  photons  of  2.7  and  2.9  eV 
respectively,  presumably  from  deep  electron  traps  since  the  photoinjection 
threshold  from  the  metal  electrodes  should  be  on  the  order  of  4 to  5 eV. 

In  a sample  that  has  not  been  thermally  bleached  following  X-irradla- 
tion  the  273k  peak  cannot  be  optically  bleached,  the  band  at  560k  starts  to 
bleach  at  photon  energies  greater  than  2.6  eV  and  the  437k  peak  Increases  In 
size  when  the  sample  is  exposed  to  photons  of  energy  greater  than  3.5  eV.  As 
shown  In  Fig.  7 the  bleaching  of  the  560k  peak  produced  by  equal  exposures  to 
photons  of  increasing  energy  Increases  as  the  photon  energy  increases  up  to 
4.1  eV.  However,  when  the  sample  Is  exposed  to  the  full  radiation  from  a 
Xenon  source,  which  photocurrent  measurements  suggest  Is  causing  photoinjec- 
tion from  the  electrodes,  this  peak  Is  bleached  less  than  by  the  4.1  eV  photons. 
This  would  indicate  that  the  observed  bleaching  Involves  a balance  between  hole 
and  electron  capture  at  this  defect  with  the  high  electron  density  produced  by 
photoinjection  dominating  the  behavior  at  high  photon  energies.  The  437k  peak, 
which  has  been  postulated  to  have  a large  cross-section  for  electron  capture, 

starts  to  increase  in  magnitude  for  photon  energies  larger  than  3.5  eV.  Lee 
(121 

and  Crawford'  ' have  associated  an  absorption  band  at  this  energy  with  a 
trapped  electron  center,  and  electrons  liberated  from  this  level  may  be 
repopulating  the  437K  trap.  The  437k  peak  has  Its  largest  magnitude  when  the 
threshold  energy  for  electron  Internal  photoemission  from  the  electrodes  Is 
passed. 

The  TSC  spectra  for  the  Linde  samples  are  more  complex  and  the  effects 
of  the  optical  bleaching  of  the  associated  traps  are  also  harder  to  interpret. 
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A comparison  between  the  TSC  spectra  for  the  Linde  and  Meller  samples  would 
suggest  that  the  peak  at  273K  is  due  to-  the  same  defect  in  each  case.  Follow- 
ing X-irradiation,  optical  bleaching  (even  with  the  full  Xenon  light)  pro- 
duced no  change  in  the  magnitude  of  this  peak  in  samples  from  either  source. 
However,  whereas  this  defect  level  may  be  repopulated  with  2.7  eV  photons 
following  thermal  bleaching  in  the  Meller  sample,  no  repopulation  occurs  in 
the  Linde  samples  even  with  photons  capable  of  causing  internal  photoemission 
of  electrons  from  the  electrodes.  Photons  with  energies  greater  than  2.7  eV  do, 
however,  produce  two  peaks  in  the  Linde  samples,  one  at  437K,  which  corresponds 
to  a peak  in  the  TSC  spectrum  of  the  Meller  sample  that  was  not  found  in  the 
Linde  TSC  spectrum  following  just  X-irradiation,  and  one  at  576K.  This  last 
peak  was  one  that  could  not  be  optically  bleached  following  X-irradiation  even 
with  the  full  Xenon  light.  On  the  basis  of  the  discussion  above  it  would  seem 
that  these  two  peaks  are  associated  with  trapped  electrons. 

The  reason  for  the  nonappearance  of  the  270K  peak  is  not  clear. 

(q) 

Kristianpoller  and  Rehavi'  ' in  thermo-luminescence  studies  of  Insaco  sapphire 
have  reported  major  thermoluminescence  peaks  at  250,  310  and  450K.  They  assign 
the  250  and  450K  peaks  to  hole  traps  and  the  310K  peak  to  an  electron  trap.  If 
their  250K  peak  corresponds  to  the  273K  TSC  peak  obtained  in  the  present  measure- 
ments this  would  imply  that  the  latter  is  due  to  a hole  center  and  its  non- 
appearance  in  the  optical  repopulation  experiments  might  therefore  be  expected. 
However,  It  is  then  hard  to  understand  the  stability  of  this  center  to  optical 
bleaching  In  an  X-irradlated  sample  and  its  optical  regeneration  In  the  Meller 
samples  together  with  apparent  electron  centers.  In  addition,  Kristianpoller 
found  that  this  thermoluminescence  peak  could  be  optically  re-excited  with  3 eV 
and  5.4  eV  light  which  does  not  occur  in  the  present  case.  It  seems,  therefore, 
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that  the  thermo  luminescence  peak  does  not  correspond  to  the  TSC  peak  and 
the  nature  of  the  carrier  responsible  for  the  273k  peak  Is  still  unclear. 

The  remaining  TSC  peaks  In  the  Linde  samples  can  All  be  bleached 
optically  following  their  generation  by  X-Irradlatlon  but  are  not  regenerated 
with  photons  following  their  thermal  emptying.  The  bleaching  thresholds 
range  from  1.5  eV  to  2.5  eV  which  are  below  the  energy  necessary  for  electron 
photoinjection  from  the  sample  electrodes. 

Turner  and  Crawford^  have  made  some  preliminary  thermoluminescence 

measurements  on  Linde  samples  and  conclude  that  a thermoluminescence  peak  that 

appears  at  circa  400K  Is  due  to  the  annealing  of  the  Vqh  center.  This  suggests 

that  the  405K  TSC  peak  observed  In  the  present  measurements  Is  due  to  this 

defect.  The  optical  bleaching  threshold  of  2.5  eV  also  corresponds  to  the 

position  of  the  optical  absorption  band  associated  with  this  defect.  Although 

the  effective  charge  of  the  center  when  occupied  by  a hole  Is  similar  to 

that  of  the  V^enter  and  the  removal  of  the  hole  leaves  a center  with  a two 

minus  effective  charge,  the  remaining  defect  will  not  give  rise  to  a thermally 

stimulated  current  peak  corresponding  to  that  of  the  V*'* center  since  the 

remaining  charge  deficit  Is  associated  with  the  0H‘  Ion  at  an  oxygen  site  rather 

than  an  additional  trapped  hole.  The  small  peak  at  504K  may  be  due  to  the 

2. 

V -defect  with  the  corresponding  V TSC  peak  being  lost  under  the  larger  peaks 
at  365  and  405k,  however,  this  center  could  be  bleached  by  2.1  eV  light  whereas 
in  the  Meller  sample  the  TSC  peak  believed  to  be  associated  with  the  V’-  defect 
was  not  bleached.  This  peak,  together  with  the  ?10k  and  365k  peaks  may  there- 
fore be  due  to  holes  trapped  at  other  Impurities  associated  with  an  aluminum 
vacancy. 
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It  is  clear  that  the  above  assignments  of  TSC  peaks  to  particular 

lattice  defects  are  tentative.  The  impurity  content  of  the  sets  of  samples 

from  the  different  Initial  sources  is  clearly  different  and  this  has  a 

dominant  effect  on  the  TSC  spectra  and  their  response  to  optically  induced 

charge  redistribution.  To  further  clarify  these  assignments,  measurements 

are  needed  on  samples  in  which  the  impurity  content  and  defect  structure 

have  been  modified  in  a controlled  manner.  However,  It  does  appear  that  the 

hole  traps  In  bulk  Linde  A1 203  have  similar  thermal  and  optical  properties 

to  those  observed  in  the  MOS  substrates  and  felt  to  be  responsible  for  the  back 

channel  leakage  currents.  The  mechanism  by  which  hole  trapping  at  these  lattice 

defects  caused  the  back  channel  leakage  Is,  however,  not  straight  forward  since 

the  defect  centers  are  negatively  charged  even  when  occupied  by  holes.  This 

Implies  that  the  Interface  region  of  the  Al^Oj  has  lattice  defects  that  are 

largely  charge  compensated  prior  to  any  radiation  exposure.  For  example,  if 

3 

silicon  diffuses  into  the  A^O.^  lattice  substitutionally  on  an  A1  + site 
during  a processing  stage  and  has  an  effective  4+  charge,  compensation  of 
three  such  silicon  ions  can  be  achieved  by  the  creation  of  an  A1J  vacancy. 

The  presence  of  this  defect  in  the  lattice  will  then  permit  hole  trapping  on 
adjacent  oxygen  ions.  The  trapped  holes  will  reduce  the  effective  negative 
charge  of  the  Al^+  site  and  it  will  no  longer  compensate  the  excess  positive 
charge  of  the  Si4+  Impurity  ion.  This  excess  positive  charge  corresponds  in 
magnitude  to  the  number  of  trapped  holes  (although  it  Is  associated  with 
different  sites  In  the  lattice)  and  Is  capable  of  causing  the  back  channel 
leakage  currents.  Bleaching  of  the  holes  from  the  defect  centers  either 
optically,  thermally  or  by  interaction  with  electrons  Injected  into  the  lattice, 
will  restore  the  charge  compensation  and  hence  reduce  the  leakage  currents.  It 


is  possible  that  the  interface  region  will  not  be  completely  ionically 
compensated  at  the  end  of  the  device  fabrication  process  in  which  case 
an  excess  of  Si^+  ions  In  the  lattice  could  create  a back  channel  leakage 
current  prior  to  any  X-irradiation.  This  might  be  the  case  for  a device 
in  which  a dry  oxidation  step  has  been  employed.  Aluminum  vacancies  would 
still  be  present  in  the  interface  region  but  would  be  insufficient  in 
quantity  to  compensate  the  Si^+  introduced  into  the  lattice  by  diffusion. 

Since  no  radiation  exposure  had  occurred,  no  holes  would  be  trapped  at  these 
Al3+  vacancy  sites.  In  order  to  neutralize  the  excess  positive  charge  it 
would  be  necessary  to  trap  electrons  in  the  interface  region.  This  might 
be  achieved  by  changing  the  valence  state  of  impurities  such  as  Chromium  in 
the  A1 2O3  but  as  indicated  by  the  radiation  results,  electron  trapping  does 
not  occur  with  high  probability.  If  such  a device  was  exposed  to  photons 
capable  of  removing  holes  from  V-centers  in  the  A^O^  no  change  in  the  back 

channel  leakage  current  would  occur  since  the  hole  centers  are  unoccupied. 

(231 

This  behavior  is  consistent  with  the  observations  of  Harari  and  McGreivy'  ' . 
Exposure  of  such  a device  to  Ionizing  radiation  would  populate  the  hole  traps, 
reduce  the  compensation  of  the  aliovalent  Ions  provided  by  the  aluminum 
vacancies  and  consequently  Increase  the  leakage  currents.  This  additional 
leakage  current  would  be  sensitive  to  low  energy  photons  capable  of  removing 
holes  from  their  traps. 

Another  possible  source  of  Interfacial  hole  trapping  that  could  give 
rise  to  back  channel  leakage  currents  In  a more  direct  manner  than  that 
discussed  above,  Is  due  to  Impurities  such  as  Chromium  that  can  change  their 
valence  state  by  either  hole  or  electron  capture.  If  Chromium  is  present  sub- 
stitutional ly  on  Aluminum  sites  In  the  3+  state  It  has  no  effective  charge 
with  respect  to  the  normal  lattice.  When  such  a site  captures  a hole  and 


30 


changes  to  a 4+  state  It  has  an  effective  positive  charge  and  may  therefcre 

cause  back  channel  leakage  behavior.  Sites  of  this  type  compete  with  V-center 

(51 

defects  for  hole  trapping  and  Lee  et  al.  1 have  shown  after  y Irradiation  to 
5 3+ 

10  R,  25%  of  the  Cr  present  In  Al 203  has  changed  its  valence  state.  Neutron 

activation  analysis  of  the  samples  used  In  the  present  measurements  indicates 

a Chromium  content  of  circa  lO^cm’^  which  would  give  rise  to  about  10^  such 

sites  with  2v  of  the  heterojunction.  It  is  worth  noting,  however,  that 

thermal  bleaching  studies  by  Lee  et  al.  indicated  the  changed  valence  state 
3+ 

of  the  Cr  was  stable  to  about  550K.  This  is  considerably  above  the  tempera- 
ture at  which  it  has  been  found  that  the  back  channel  leakage  currents  can  be 
reduced  by  thermal  treatment  of  the  SOS  samples  and  may  indicate  that  ions  of 
this  type  are  not  responsible  for  the  leakage  behavior. 


V.  CONCLUSIONS 

1.  Radiation  induced  hole  trapping  in  Al^O^  is  responsible  for  increased 
back  channel  leakage  behavior. 

2.  The  major  hole  trap  has  a thermal  depth  of  0.8  eV  and  holes  may  be 
removed  from  this  level  by  photons  having  energies  of  2.5  eV. 

3.  The  positive  charge  in  the  Al^O^  may  be  neutralized  by  electron  injection 
from  the  Si  into  the  A^O-j  as  suggested  by  the  reduction  of  the  leakage 
currents  in  a device  following  X-Irradiation  with  all  electrodes  grounded. 

4.  Hole  traps  in  Al^O-j  are  mainly  associated  with  aluminum  vacancies  and 
even  when  occupied  by  holes  have  effective  negative  charges.  These  traps 
cannot  be  directly  responsible  for  the  observed  leakage  currents. 





5.  The  aluminum  vacancy  defects  charge  compensate  excess  positive  ionic 
impurities  in  the  A1203  matrix.  When  holes  are  trapped  at  the  Aluminum 
vacancy  defects  this  charge  compensation  is  reduced  and  it  is  the  excess  ionic 
charge  in  the  interface  zone  that  is  responsible  for  the  back  channel  leakage. 

6.  A contribution  to  the  pre-irradiation  leakage  currents  in  SOS  structures 
may  arise  from  lack  of  Ionic  compensation  at  the  S1/A1203  heterojunction.  This 
component  of  the  leakage  current  should  be  insensitive  to  "bleaching"  by 

low  energy  photons  since  these  will  not  change  the  valence  state  of  the 
impurity  ions  carrying  the  excess  positive  charge  and  the  aluminum  vacancy 
hole- traps  are  unoccupied. 

7.  The  different  time/temperature  profiles  associated  with  wet  and  dry 

oxidation  steps  would  give  rise  to  significantly  different  diffusion  depths 

for  Impurities  from  the  silicon  into  the  Al^O^.  Sample  calculations  based 

on  the  measured  diffusion  coefficients  for  oxygen  in  A1203  and  'typical" 

o 

oxidation  parameters  indicate  only  a 30  A penetration  for  wet  oxidation 

o 

conditions  and  a 100  A penetration  under  dry  oxidation  conditions. 

8.  Alumino-slllcate  structures  seem  to  be  possible  at  the  heterojunction 
either  as  a result  of  chemical  reactions  occurring  during  silicon  deposition 
or  as  a result  of  solid  state  diffusion  processes.  Phases  such  as  A^SiO^ 

or  Mulllte  (3A1203:2S102)  may  exist  In  conjunction  with  A1203  at  the  hetero- 
junction. Since  hole  traps  are  largely  dependent  on  the  local  lattice 
co-ordination  these  other  phases  might  be  expected  to  have  traps  similar  to 
these  found  In  A^O^. 

9.  Ions  such  as  Cr3+  do  compete  with  the  Aluminum  vacancy  defects  for  hole 
capture.  These  centers  are  present  In  commercial  A1203  In  concentrations  on 
the  order  of  1016  -*•  1017cm-3.  Changes  In  their  valence  state  as  a result  of 
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hole  capture  will  give  rise  in  a direct  way  to  the  back  channel  leakage 
behavior.  The  thermal  stability  of  these  centers  would,  however,  suggest 
that  they  are  not  responsible  for  the  observed  behavior  unless  electro:  s 
released  from  electron  traps  in  the  A1 203  annihilate  them  at  the  low  tem- 
peratures observed  In  SOS  structures. 

10.  Thermally  stimulated  current  measurements  and  a tentative  identifica- 
tion of  the  TSC  peaks  with  specific  hole  and  electron  traps  suggest  that  the 
V^-centers  and  some  other  unidentified  hole  center  in  Linde  sapphire  may  be 
responsible  for  the  back  channel  leakage  behavior.  Hydrogen  pretreatment  of 
A1 203  would  be  expected  to  increase  the  VqH  concentration  and  hence  aggravate 
the  back  channel  leakage  problem. 

11.  Al^Oj  from  different  vendors  has  a different  trap  structure.  Experiments 
with  SOS  devices  fabricated  using  the  same  technology  on  sapphire  from  different 
sources  would  be  important  in  determining  the  dependence  of  radiation  hardness 
on  the  starting  substrate  material  as  distinct  from  the  processing  steps  of 
silicon  deposition  and  device  fabrication. 
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VACANCY 


Figure  1.  Models  for  hole  traps  in  A1 203 

a)  Ideal  Crystal  b)  A V-center  defect 

c)  A VZ.  .-center  defect 
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Figure  2. 


Hose  ^n».i  hleachinn  dependence  of  leakage  currents 
in  a 4007  CMS0/S0S  structure 
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Figure  3.  Spectral  dependence  of  leakage  current  reduction  in 
a 4007  CMOS/SOS  structure 

I 


.4 — 


ILLUMINATION  time  (mini)  AT  2 5»V 


Figure  4.  Time  dependence  of  the  leakage  current  reduction 
with  device  exposed  to  2.5  eV  photons 


TIME  OF  ANNEALING  (mint) 


Figure  5.  Dependence  of  the  leakage  current  on  time  of 
Isothermal  annealing  after  X-irradiation 


THERMALLY  STIMULATED  CURRENT  (A) 


Figure  7.  Optical  bleaching  of  TSC  peaks  in  a Meller  sample 
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TRAP  PARAMETERS  FOR  THERMALLY  STIMULATED  CURRENT  PEAKS  IN  Al?Oj 
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OPTICAL  BLEACHING  AND  TRAP  REFILLING  FOR  LINOE  ANO  PC  Ilf  R SWf-LES 
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Alexandria  office 

mUNTIN&TON  B'llLOING  SUITE  300 

7S6C  Huntingdon  avCnuE 

ACE xANnRl A.  V*  22383 

r 

gte  sylv*nia.  Inc. 
aTTN  HERBERT  A ULLMAN 

1*9  * STREET 

nEEOHA u HEIGHTS.  NA  0219* 

F "9 

huohEs  aircraft  company,  El  sEoundo  siti 
aTTn  EOrARd  C Smith  MS  A620 

P.O.  BOX  92919 

lOs  ANr.ELEs.  CA  90009 

GENERAL  research  CORPORATION 
aTTn  ROrERT  o HILL 
sAnta  Barbara  division 

R.n.  Box  6770 

SANTA  BARBARA • C»  *3111 

HARRIS  CORPORATION 

*ttn  t l Clark  n s »o*o 

HARRIS  SEMICONDUCTOR  DIVISION 
P.o.  Box  *83 

MELBOURNE.  FL  32901 

IBM  corporation 
aTtn  frank  frankovsky 
rOuye  ire 

n«EGO.  NY  1 3*2F 

sEorgi*  institute  or  technology 

aTtn  R CURRr  t UNCL  ONLY) 

GEORGIA  TECH  RESEARCH  INSTITUTE 
ATLANTA.  GA  30332 

n*2El7inE  corporation 
*ttn  tech  info  ct*  h ratte 
rulaski  roao 

BREENLAmN.  NY  1 1 TAD 

fON  PHrSlCS  CORPORATION 

aTTn  horErt  o Evans 

SOUTM  oEOFORO  STREET 

RURLINGTON,  mA  01603 

' f 

gRumhAN  AErOSRACE  CORPORATION  1 mONEYnELL  INcORRORATtO 

aTTn  JERRY  ROGERS  DEBT  533  I aTTN  RONALD  R JOnNSnN  A1622 

south  oyster  bay  roao  avionics  division 

bEThRAGE*  NY  1171*  2*00  RIOOEnAY  RARXNaT 

MINNEAPOLIS.  HN  55*13 

IRT  CORPORATION 

ATTN  HOC 

P.O.  Box  *10*7 

S*N  OIEgO.  CA  92138 

r, TF  SYLVANIA.  INC.  H°NEYNElL  INCORPORATED 

aTtn  LEONARD  L BLAISDELL  ATTN  M $ 725-5  STACFv  H GRAFF 

ELECTRONICS  SYSTEMS  GRP-EASTERN  Dlv  AVIONICS  OlylSION 

77  A STREET  ) 3350  U.S.  MIGHnAY  1*  NORTH 

nEFohAh.  Na  021**  *T.  PETERSBURG.  FL  33733 

IRT  CORPORATION 

ATTN  R L NFRT2 

P.O.  Bn*  6l 0*7 

S*N  OIEgO.  C*  *213* 

GTE  sylv*nia.  Inc.  hOneynElL  incorporated 

attn  Charles  a tmOrnmIll  librarian  aTtn  technical  library 

ELECTRONICS  SYSTEMS  ORP-EASTERN  Dlv  rAOIATIBN  CENTER 

77  A STREET  2 FORBES  ROAO 

nEEOHAm.  ma  0219*  lEvINGToN.  MA  02173 

J*YCOR 

attn  Catherine  turesvo 

*05  s -mTTinG  STREET.  Suite  500 

ALEXANDRIA,  v*  2230* 

gU  stlvAnia.  INC.  muohES  aircraft  company 

attn  J A NALORON  aJTN  BILL7  « CAMPBELL  N S 6-F-ll 

1*9  R STREET  CENFINEl*  *N0  TEALE 

nECDHAm  HEIGHTS,  ma  0219*  CULVER  CITY.  CA  90230 

j*YCOR 

aTTn  ROBERT  SULLIVAN 

20s  s -mIting  street,  suite  500 

ALEXANDRIA,  v*  2230* 

GTE  SYLVANIA.  INC.  hUBmES  AIRCRAFT  company 

attn  Charles  h rams»ottom  aJtn  dan  binoer  ms  a-duf 

1*9  * STREET  cENTlNEl A ANO  TEALE 

nEEOHA * HEIGHTS.  MA  0219*  CULVER  cHr.  CA  *0230 

x*NAN  SCIENCES  corporation 

ATTN  AlrERT  p BPIDBFS 

P.  (1.  BO*  7**3 

Colorado  Springs,  co  bo*33 

*Te  sylvAnia.  Inc.  mUGhES  aircraft  company 

»TTN  H A V OROUP  aTTN  RENNETm  * NALKFR  N s 0157 

1*9  * STREET  CtNTlNEL*  ANO  TEAlE 

mECDNAm  heights,  ma  021 «4  CULVER  CITY.  CA  *0230 

r*NAN  SCIENCES  CORRORATION 

aTtn  naiTEr  e hare 

p.  0.  BOX  7*63 

cOloraoo  Springs,  co  bo*33 

f , 

(Te  stlvAnia.  Inc.  nUbhES  aircraft  company.  El  sEgi 

aTtn  Paul  b f*eo»ic«son  attn  rillIam  r scott  ms  aiobo 

1*9  R STRErT  p.o.  BOX  *2*1* 

nEEOHAu  heights,  na  0219*  L°s  ANoELE*.  CA  *0009 

X *N* N SCIENCES  CORPORATION 

*Ttn  OONALO  N IRvCE 
p.  0.  BOX  7**3 

cOloraoo  Springs,  co  go*}3 
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«ahan  sciences  eo»*n»»Tinn 
|TT«  Jf»»v  I Lust LL 
».  n.  *n*  ta»i 
cOlpbApo  Snbingj.  en  »o»33 


r -i 

iOt*Mtto  missiles  and  Space  eo  »»e  aMsion  bCseabcn  co*pob»tion.s»n  oir«n 
*TTN  TCe*  INrO  CTB  O/COLL  *,Tn  * * J VAN  lint 

s*st  hanOveb  stbeet  **o.  in*  ito* 

p*lo  alto*  e*  **»<>«  l*  joll»*  e*  B2os» 


* ■■  

i sixvT.Si.'Sv  

! r,UIO*NCE  * CONTBOL  *YSTf«$  olvISlOA  a.o.  bp*  rj 
SSOO  CanO<*A  aVEnuE  ll*TN»TBN>  hA  OIIT3 

.OOOLANp  mill**  C*  BI3BA 


► ■■■■■■■■  ■ i 

national  acaoCnt  or  sciences 

AlTN  * s SmANE  NAT  mATCaIALS  *Pv*T 
aTT*|  NATIONAL  NA  Tfftf  Al  S AOvISPBY  *n4B 
»>oi  constitution  AvfNur.  n« 

«A$nIN«TON.  pc  20a  I A 


► 1 1 ■»  

tITTON  SYSTEMS.  INC'.  mAbTIN  nABIETTA  coa.oaatipn 

aUn  john  p a(t7lCa  attn  nona  e AAtrriTM  li*  na-so 

f,uip*Ncr  i contapl  systems  division  pRlanop  olvislON 

SSOO  CANOSA  AVENUE  >*0,  Spy  BOSE 

nOOpLANP  mill**  C»  Bl3B*  OAlANOO.  fL  32805 


► i 

nEn  nEvKO.  hNIvEASTTy  or 

A'TN  n n Gbanne mann  (uncl»SS  Only) 

nEAr*  pE  CaaaUs  jECUAITY  AnP  A0|  ice 

i»fi  aona  n.e* 

albuouc  a our  * nn  btipa 


► 


* 


LITTON  systems.  INC. 
aTTn  n n NBAS 

r.UIpANpE  t CPIIAOL  SYSTEMS  nlVlIION 
ssoo  CanOSA  AVENUE 
nOOPLAno  mills*  C*  BI3BA 


h*ATTN  nAAIETTA  cOA»PAATION 

aTTn  J r BOODNIN  NAIL  0*B2  (UNCL  0NL 

niNvrA  division 

A«0«  10*  |TB 

OlNvFA.  CO  B0201 


Nt»  NtvtCO.  UNIvEASiTt  or 
aTTn  MAAOLp  SOUThnAbO 

ftfcTAtcAt  fNeiNfCAfNc  | coN»uTrA  scirv 

ALBUBUEAOUf.  Nn  BTt 11 


► 


t* 


lOcknEep  missiles  i saace  eo  inc 

aTTn  l aossi  OEAT  Bl-BA 
a . o , Bn*  Soa 
SUNNTVAlE*  c*  *aobb 


h»BTIN  nABIETTA  COAAPAATION 

aTTN  BESEAACN  LIB  BaIE  jAY  A NC«rF 

ptNyEA  DIVISION 

A.O*  Bn,  1TB 

ptNvEA.  CO  80*01 


NOATNAPB  CPAnOAATIPn 
aTTn  GtBBGf  h TOhNEa 
rLtcTAONlC  DIVISION 
1 AESEAACN  AAAk 

A*LOS  vEAOES  AEnINSiiLA*  rA  BPITa 


lOcbmETo  MISSILES  a Sa»cF  CP  INC  n*MT1N  nABIETTA  COBnOBATION 

*Ttn  EONlN  A S*!TM  PEAT  8B-8B  *TTn  BEN  T BAAMAN  NS  ao-*ba 

a.o.  Bn*  Boa  pEnvEM  ptvlSION 

SUNNTVAlE.  c»  BAOBB  a.o.  Bn*  ITf 

pENvEA.  CO  B0201 

r n 

nOAThAOA  COAbOAATIOn 

*TTn  OAylO  N MOcOC* 

nOaThAOb  AEBEAAch  ANP  Yr CNNOL Og y CTt 

3*01  vrST  BAPAOvAT 

hAnTHOAnE.  C*  B023P 

^ p 

LOCbmEEo  MISSILES  A SAAcr  eo  INC  nCOONNElL  OOUBLAS  cnAAOAATIPN 

*TTn  BEnJAnIn  T KJN„AA  peat  Bl-IA  *TTN  TECHNICAL  LIBAaAy 

a.o.  Bn*  Bo*  ?obt  orricr  bo*  sib 

SUNNTVAlE.  CA  BAOBB  s* * LOuIB*  hIBSOuAI  ASIA* 

nOBTHMPb  CPAbOAATIPn 

attn  j b Sboua 

nOBThBOb  BESEAAch  ANP  TECHNOLOGY  CTb 
3*01  NEIT  ABPAOdAT 
hAnThOBnE.  c*  B02B0 

L 


> 


¥ 


lOCnMEEO  MISSILES  I SAACE  CP  INC 
*TTn  StOABr  r NEATH  O/BI-IA 

a*o*  Bn*  Soa 

SUNNYVALE.  C»  *AOBB 


wcoonnell  ooublas  coapob»tipn 
aTTn  STANLEY  SCNNElpEA 
Blot  bolSa  avCnuE 

HUNTINGTON  BEACH.  CA  B2AAT 


NObThBOA  COBaOBATIPn 
aTTn  vInCEnT  b pe nabt i Nn 
ELECTRONIC  DIVISION 
2*01  nest  1 20Tm  STBEET 
N*«ThObnE.  c*  «o»so 


¥ 


lOcbmCEO  MISSILES  I SAApE  CO  INC 
aTtn  OEAT  85-BS  |AN,^l  1 TAJNyTY 
A*0.  Bp*  So* 
bunntvalE.  C*  **#•• 


hISSION  B( BE ABCh  CObbOBAT 1 on 
*TTn  BULlAN  C nabt 

ris  state  itbect 

8»NTA  BABBABA*  (A  BSI01 


NObThBPb  CPBaOBATI On 
A»TN  BOyCI  T AmlAOBY 
ELECTBPNIC  DIVISION 
2*01  nest  I20TM  stbeet 
mAnTMOBnE.  CA  BOfBO 


A 


' ■'  ■■■  ■"">  1,1  » ' 

lOc*nEEO  MISSILES  t SP*cE  C"  tNe  nIssION  BtsEABCM  COb*ObaTIpn-SAn  01  PJtSICS  INTEMNATIOnal  CpnAANy 

aTTn  RmilIA  i NABT  n|MT  Bl-Ii  aTTN  J A MATN0N0  A'1"  0PC  CON  TO*  CnaBlES  m ST*LltN|* 

A.O.  BOv  Bp*  A.O.  Bn*  120*  NEBCEP  STBEET 

SUNNYVALE*  C*  BAOBB  L*  JOLLA*  CA  *20*1  S»N  LEAnQBP.  CA  BASTE 


J 
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RNYjICS  INTtNNtTIONtL  CpmNAny 
*ttn  ooc  con  ton  jown  h huntin«ton 
l*oo  mcnciii  stnitt 
S»N  lIAnONO.  C»  OtSY* 


»°Ck»1u  intcm»tion*l  co*»nt*TioN 
tTTN  oonslp  j ir(yus  rt*o 
• •0.  IO*  no* 

Ct  *H«) 


|NtNNY  N*Np  fONNONATlON 

tiT*  cxiNtrs  l c»»J«  tv 
»or»«v  division 
■ ••Cl'S  tvtNUf 
*«ttT  NfC«.  ny  ll«>» 


• 1 0 *SS0M*TCS 
*TTn  $ Cl.**  noscns 
*.n.  On,  *»n 
M*»lNt  HCL  NtY  C*  *o*oi 


nOcnCll  Intfnn* T 1 on*l  cn«»n*»TtON 

«TTN  N j »uo!l  NtSS 

0*0.  »n*  nos 

Ct  OllOJ 


|NINt  CPNNPNtTlON 
iTTN  «0f.rN  0 LlTTLf 
N.O.  IP*  0 
*tOfONn.  mi  oi y jo 


rSvThCon  CONNtNv  )SNoCNS  tSsOflSTCS.  INp. 

t I Tn  GtjtNtN  N jOSmT  N»0*N  SYS  t‘*  tTTN  NOt  L tt*tL  Net  1*J|S» 
mSRTnCu  Npti  f S c*N*L  STNttT 

■Coroon.  oino  n*smu*.  nm  osoto 

JNI  I NTF  NNt  T I ON* l 
tTTN  OMlLlR  J OOL»N 

JSJ  NtvrNSNOPO  t Vt  N(lf 

NtNLO  Ml,  ct  OtO** 

•ct  cONpONtTtON  jCItNCt  SNnlICSTIOnj.  INC 

tTTN  Srn*GF  .1  B»uC*r»  tTTN  NlLLltN  L CNtOSt Y 

ftOvroNurNT  jystcns  nivistON  i«oo  ncstninr  dnivc 

t STNO  ntCTNnNtcS  NCLttN.  vt  1*101 

R.O.  IP*  »00.  LOCUST  CONNt» 
r*$T  mtnoson  tornsntn 
••InCITon*  HJ  0I5SP 

S«1  INTtNNtTIONtL 
tTTN  NtcNNCNSON  NONftAN 

JO*  NYNN  ONI Vt  * N.  tf * 

MUNTSVlLlt.  *L  JSSOR 

•Ct  COrrPNiTION 
*TTn  • m ZtlNlNOCN 
n*vtp  st»Nnrr  ncsCancm  crNTr» 
jOi  «*ShINsTPN  »0»0.  N.O.  NO v S3* 
• NlNCtTflNi  N l OlStO 


N*NSSt  L *t  N NPLYTt  CMNI  C INSTITUTt 
*TTn  IPNtLP  j IuTmSnn  (UNCLtS  ONLY) 
*•0.  In*  0*s 
TNOV.  NY  1*1*1 


JCICNCC  SNnLtC*TlON<|.  INC. 
tTTN  J *01 r»T  Ot  Y$Tr R 
• •0.  In*  *S51 
L*  jOLLt.  e*  **0J» 


SCIfNCt  SNNLlCtTlON*.  INC. 
tTTN  Non  N NYNn 
mUNTSV I lL*  DIVISION 
Slot  M . CLINTON  tvtNUf 
SUtTt  TOO 

hUNTSVI LLt » *L  SS80* 


jUNp$T*lNO  CONNORITTPN 

|TTn  CunT 1 5 * NmI Tf  (NO  CL»SS> 

t*51  Ht •• 1 SON  tyfNur 

•Ocktorp*  il  snot 


Tt*ts  INSTrurCNTS*  INC. 
tTTN  OONtLn  J NtNUS  « ! T) 

••o.  io*  Strt 
o»ll»s.  t*  tstir 


NtSttNCN  Tot  *Noct  InSTITiiTC 
tTTN  I N Q OT  V N*  YNtNY  SInONS  jN 
••0.  Io*  trios 

•CSrtNCN  TNItNILt  NtN*.  NC  1**00 

SCttNCt  * Nf L ICtTIONJ#  INC. 
tTTN  CHtNLtS  STCvtN* 

|SIO  MtNOVf N ITNtIT 

•slo  slto.  e*  otsos 

tn*  otrrNSt  t sotet  syS  onpu* 

tTTN  N M M0U0«tY  •CIOS* 

ONt  SNtet  NtN* 
nCoONOO  NttCM>  C*  00**8 

NOCriAll  INTtNNtTIONtL  C0NNON*T10N 

J I Not  N eONNtNY  (PtTt  SvSTt NS > • TNt 

T 

r*w  ocrrwsr  i siuce  s*s 

N, 

iTtn  n r mull 
••0.  Ip*  Jios 

tTTN  TtCN  TN*0  CtNTr» 

l5o  TOTOR*  onto 

*TTn  TtCN  INTO  CtNTtR/J* 
ONt  SNtet  NtR* 

t »Sn 

tNiMflu.  Ct  S280J 

•S  TNt  * NJ  0***0 

J 

NtOONOP  Nt t C N . C»  »0**N 

•OCrN* cl  INTtNNtTIONtL  cON»PN*T!ON 
tTTN  JiNfS  t It LI  NtlO 

N.P.  IP*  SlOS 

tNtMtn.  ct  ottos 

jlNItN  CONRtNY.  TNt 

1 tTTN  UnIN  OOLDNtN  tNS  NtNtftNtNT 

• tTTNl  irCUNlTY  NtNtofN 

• i *»o  nc  Hilt  ivtNur 
llTTLC  FILLS'  Nj  Ofltt 

tn*  otrtNsr  i sotet  SyS 
tTTN  0 t tni«S  *l*n«« 
ONt  SNtet  Ml 

NtOONDO  Nt *cm.  c*  OP*** 

NOe**f ll  InTC NN*T!On*l  eONNPN*TfON 
tTTN  tloNir  C NfSStMlCN  Mtl 
*•0.  In*  l|0* 
tNtNrn.  ct  olios 

$ pcnnt  oiNp  cOMoiirroN 
tTTN  NtuL  NtNtrrINO 
jNtNNT  DIVISION 
■INCUS  t Vt NUt 
|NttT  NtCN.  NT  UOIO 

TN,  DtffNlf  I SNtet  SyS 
tTTN  N « N^NuCm  ■l-IO** 
pNf  SNtCt  Nt** 

NtOONOP  Nt t C m • C*  OP*** 

BNOiin 
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Op**'!! 


T«»  ptrrxsr  < smcc  s»s 
»tt«j  r r r i< 

J»N  pt»N»»M*rO  0»t»»TIPliS 

p.n,  •"»  m« 
jM  C * «?*o? 


* 


r*«  ecrrvsr  « user  sts  «*nu» 
»TTm  I Ml  ■ »lltN  S?P/1»1 
*M  »tt«tMp!wO  OHmTIPXS 
».p.  8o»  1310 
*M  pCMMptwO*  C*  • 1*0? 


4 


T«»  Mrr"Sr  1 S»»Cf  STS  S»Pll» 
»TTn  • «JTTt» 

*»N  •CMMntvO  0»t»»TlP»(S 
P.O.  »"*  111' 

S»N  «C»HMMnO«  C»  «?» 0? 


<< 


vOuGmT  C0»»0»»TIPN 
»TT*  TtpMNtr»l  B»r»  »T« 
*.p,  •"»  S«o? 

Mins.  T k Mill 


4 


gtSTlNdMOUSC  tUCT»lC  CP»»1»»T1PN 
|TTn  HCnPIT  » tHIMM  H S H?S 
ptrfNir  *nn  fcfcrtowrc  s*srr«s  pr* 

»«o,  »P<  i»»s 

Pt*ltt«0»f *,*Sh1pgT0«i  l«ITi  »1MP»T 

»*IT1«0»C»  «"  11 IPS 


The  findings  in  this  report  are  not  to  be  construed  as  an  official 
Department  of  the  Army  position  unless  so  designated  by  other 
authorized  documents. 

Citation  of  manufacturers’  or  trade  names  does  not  constitute 
an  official  indorsement  or  approval  of  the  use  thereof. 

Destroy  this  report  when  it  is  no  longer  needed.  Do  not  return 
it  to  the  originator. 


